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(57) Abstract 

The device comprises a stamping member (2) arranged to be conveyed towards and hit a material body (1) with such a velocity that 
a rebound motion of the stamping member (2) is generated while a permanent deformation of the material body (1) is generated, the device 
comprises means (3) for counteracting the rebound and generating at least one additional impact of the stamping member (2) against the 
material body (1) within a period, during which kinetic energy in the material body (1) generates an additional deformation in the body. 
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5 

A method and a device for deformation of a mate- 
rial body 

10 BACKGROUND OF THE INVENTION AND PRIOR ART 

The present invention is related to a method for deformation of 
a material body, in which a stamping member with a mass m is 
conveyed towards and hits a material body with such a velocity 

15 that at least one rebound motion of the stamping member is 
generated, while a permanent deformation of the body is gener- 
ated. The invention also relates to a device for deformation of a 
material body, comprising a stamping member arranged to be 
conveyed towards and hit a material body with such a velocity 

20 that a rebound motion of the stamping member is generated, 
while a permanent deformation of the material body is gener- 
ated. 

Through the earlier patent application No. WO 97/00751 of the 
25 applicant it is known to fix a material body, either in solid form 
or in form of a powder of grain, pellets or similar and with one 
single or several consecutive strokes by means of a striking unit 
achieve adiabatic coalescence in the material body, through 
which a fast and effective deformation of the material body is 
30 obtained. 

According to this prior art, when a plurality of consecutive 
strokes is applied to the body, the interval between the con- 
secutive strokes should be smaller than approximately 0,2 sec- 
35 onds. At compacting of powder, preferably metal powder, It is 
suggested that three consecutive strokes are applied to the 
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material body. Of these strokes, the first one is an extremely 
light stroke forcing the most of the air out of the powder and 
orientating the powder particles. The next stroke has very high 
energy and high striking velocity in order to achieve local adia- 

5 batic coalescence of the powder particles so that these are 
pressed together to extremely high density. The third stroke has 
medium high energy, i.e. lower energy than the second stroke, 
and achieves final shaping of the material body, which subse- 
quently can be sintered. At corresponding deformation of a solid 

10 metal body, sliding planes will be activaterd during a large local 
temperature increase in the material, through which the re- 
quired deformation is achieved. 

In both the described cases, however, a very powerful impulse 

15 from the striking unit will be required to achieve the intended 
deformation effect when one single stroke or several strokes at 
intervals of in the order 200 ms are used to achieve the desired 
goal. The striking tool, or the stamping member, is allowed to 
bounce back between every single stroke. It is thereby not in 

20 contact with the material body between the strokes, only once 
per stroke. The stroke or the strokes give a locally very power- 
ful increase of the temperature in the material of the deformed 
body. When the material of the body comprises one or several 
metals or metal alloys, such a powerful temperature increase 

25 usually results in phase transitions of the material, both when 
heating it and subsequently cooling it. The cooling can further 
often be done relatively fast, since the temperature increase 
often is local and the heat can be carried off via the surround- 
ing, colder material. The probability is high that unwanted 

30 structures and phases, for instance martensite in steel, are ob- 
tained as a result of this process. 

SUMMARY OF THE INVENTION 

35 An object with the present invention is to provide a method, by 
means of which a deformation of a material body of the initially 
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mentioned kind is performed with as low a temperature increase 
in the material body as possible while still achieving a satisfac- 
tory deformation of the material body. Thereby the method 
should to a great extent enable the emergence of disadvanta- 
5 geous phases and structures in the material body due to too 
strong temperature variations in it. 

The inventor has at practical experiments discovered that re- 
ciprocating waves are generated in the material body at the 

10 moment when the stamping member bounces back from the 
material body. These waves define a kinetic energy in the ma- 
terial body, which energy gradually, in sequences, activates 
planes in the body and probably also causes mutual displace- 
ments of grain of a powder while said waves fast subside. At- 

15 tempts have been made with material bodies of steel, placed on 
a base and deformed by means of a stamping member, which 
has hit these vertically from above. In connection with that it 
has been noted that the reciprocating waves move forth and 
back essentially in the impact direction of the stamping mem- 

20 ber, i.e. from the surface of the material body hit by the 
stamping member to the surface which abuts against the base 
and back. At such test material bodies of steel, said waves sub- 
side so much that they no longer generate any considerable 
deformation in the material within a few milliseconds. 

25 

The object of the invention has been achieved by means of a 
method of the initially mentioned kind, which is characterized in 
that the rebound motion of the stamping member is counter- 
acted, through which at least one additional impact of the 

30 stamping member against the material body is generated within 
a period, during which kinetic energy in the material body gen- 
erates an additional deformation in the body. The at least one 
additional impact thereby supplies energy to the material body 
to such an extent that it contributes to the kinetic energy of the 

35 reciprocating wave, through which an additional deformation of 
the body achieved by said wave continues during a longer pe- 
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riod than if not any immediate return impact of the stamping 
member has been performed. The additional deformation 
achieved by the wave can comprise only sliding plane activation, 
and/or mutual displacements of grain in the case of a powder 

5 body. The additional impact, having a certain impulse and sup- 
plying a certain energy, will, thanks to the additional deforma- 
tion established by the wave, further plastically deform the 
body. A substantially smaller impulse is required for a given 
deformation at this time, when more sliding planes are acti- 

10 vated, than would have been the case if the additional impact 
had been applied at a later occasion, when said wave had al- 
ready subsided. 

The inventor has discovered that a lower total energy needs to 
15 be supplied to the material body and that a comparatively low 
temperature increase in the material body can be achieved while 
still achieving the desired deformation of the material body by 
means of the method according to the invention. 

According to a preferred embodiment of the method according 
to the invention, a series of impacts is applied by means of the 
stamping member against the material body within said period. 
Through a series of fast impacts, the material body is continu- 
ously supplied kinetic energy which contributes to keeping the 
reciprocating wave alive and consequently favours further gen- 
eration of the additional deformation in the material body at the 
same time as each new impact generates an additional plastic, 
permanent deformation of the body. The series of impacts is 
achieved in that a corresponding series of rebounds of the 
stamping member is counteracted and a new respective impact 
is achieved, which in its turn generates a new rebound. Every 
impulse, with which the stamping member hits the material 
body is consequently large enough to generate a rebound of the 
stamping member within said series. When several consecutive 
strokes are applied against the material body for deformation of 
it, said series of impacts is applied in direct connection with the 
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respective stroke. The stroke defines the first impact in the re- 
spective series of impacts. 

According to a further preferred embodiment the impulse, with 
5 which the stamping member hits the material body, decreases 
with each impact within said series. When a stroke only com- 
prising two impacts, a first and a second one, is applied against 
the material body, the first impact has a larger impulse than the 
second. Thanks to the effect of the wave on the material body, 

10 such a large impulse from the second impact is no longer neces- 
sary to generate a certain desired additional plastic deforma- 
tion. Also in practice it becomes easier to achieve a second im- 
pact with a smaller impulse than the first impact within such a 
short period of time here referred to (approximately 1 ms), for 

15 instance by effective damping of the rebound motion. The pos- 
sibility to apply a second impact with a larger impulse than the 
first or previous impact shall however not be excluded, if re- 
quired. 

20 According to another preferred embodiment the material body is 
a solid body comprising a metal material, said deformation com- 
prising a reshaping of the body. The additional deformation is 
thereby done in that the kinetic energy of the reciprocating 
wave -generates a gradual activation of sliding planes in the 

25 material body. Since the sliding planes are activated gradually, 
a slower and less intense deformation of the material can be 
achieved by the application of one or several additional impacts 
besides the first against the material body. The temperature in- 
crease in the material body hereby does not need to be as large 

30 as when a corresponding deformation of the body shall be 
achieved by means of one single impact, after which the recip- 
rocating wave in the material body is allowed to subside without 
any additional energy being supplied hereto from outside. 

35 According to a further preferred embodiment the material body 
comprises a powder, provided in a mould. The deformation of 
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the powder body comprises a compacting thereof. The method 
according to the invention offers a fast and effective way of 
compacting powder, for instance cemented carbide powder, 
without any unnecessarily high temperatures, which could lead 
5 to forming of undesired structures and/or phases being gener- 
ated in the powder. As mentioned above, the prior art suggests 
that the powder material body is compacted in three steps, a 
first step when a light stroke is applied against the body in or- 
der to achieve an initial orientation of the powder particles, a 

10 second step when a very powerful stroke is directed against the 
powder to achieve local adiabatic coalescence of the powder 
particles so that these are pressed together to high density, and 
a third step, at which a stroke of medium high energy is applied 
against the powder body and a final forming takes place. The 

15 method according to the invention could with advantage be ap- 
plied at the second step and/or possibly at the third step. 

A further object of the invention is to provide a device, by 
means of which it is possible to work a material body by means 
20 of a stamping member hitting the material body with such an 
impulse that an adiabatic coalescence is obtained in the material 
body, at which a minimum temperature increase is achieved in 
the body at the same time as the deformation aimed at is ob- 
tained-. 

25 

This object is obtained by means of a device of the initially de- 
fined kind, characterized in that it comprises means for counter- 
acting the rebound and for generating one additional impact of 
the stamping member against the material body within a period, 
30 during which kinetic energy in the material body generates an 
additional deformation herein. 

According to a preferred embodiment, the path of motion of the 
stamping member towards the material body is such that the 
35 body is accelerated under the influence of the gravity force 
acting on it and the rebound is counteracted by the gravity 
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force. Thereby the own mass of the stamping member can be 
used for generating the additional impact directed against the 
body. Preferably the stamping member is allowed to drop sub- 
stantially vertically in the direction of the material body, 
5 through which the gravity force is used maximally to counteract 
the rebound of the stamping member. 

According to a further preferred embodiment, the device com- 
prises means for application of a force Fi to the stamping mem- 

10 ber, which force acts in the direction towards the material body 
and counteracts the rebound. By a suitable choice of the mass 
of the stamping member, the drop and the size of the force Fi 
applied it is consequently possible to control the time between 
two consecutive impacts of the stamping member against the 

15 material body. The applied force Fi not only counteracts the re- 
bound but also contributes to actively pushing the stamping 
member in the direction towards the material body. 

According to a further preferred embodiment, the device is ar- 
20 ranged to perform a series of impacts by means of the stamping 
member against the material body within said period. Every sin- 
gle impact thereby takes place with such a velocity of the 
stamping member that a following rebound of it is generated. 
The device can thereby comprise means for controlling the size 
25 of the force applied on the stamping member, for instance so 
that it gradually subsides with every additional rebound in order 
to achieve a harmonic and not too fast a damping of the mo- 
tions of the stamping member against the material body. 

30 According to a further preferred embodiment, the impulse, with 
which the stamping member hits the material body, decreases 
with each impact within said series. Above all the difference in 
impulse between the first impact and the second impact is large. 
The respective impulses contribute to preventing the recipro- 

35 eating wave in the material body from subsiding too fast. In this 
manner energy is supplied in the form of kinetic energy to the 
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material body within a period, during which the kinetic energy in 
the most effective way generates a deformation in the material 
body. As mentioned above, the additional deformation gener- 
ated by the wave in the body comprises activation of sliding 
5 planes. Each additional impact within said period benefits 
therefrom for generating an additional plastic deformation of 
the material body while said sliding planes are still activated. 

Further characteristics and advantages of the invention will be 
10 apparent from the following description and from the other pat- 
ent claims. 

BRIEF DESCRIPTION OF THE DRAWINGS 

15 The invention will hereinafter be described for exemplifying 
purposes with reference to the enclosed drawings, in which; 

Fig 1 is a schematic cross-sectional view from the side, showing 
a device for deformation of a solid body, 

20 

Fig 2 is a schematic cross-sectional view from the side, showing 
a similar device for compacting of a powder, 

Fig 3 rs a diagram schematically showing a registered displace- 
25 ment of a stamping member according to Fig 1 or 2 in time, 

Fig 4 is a diagram schematically showing the axial velocity of 
the stamping member and a surface of the material body re- 
spectively, according to Fig 1 in time, 

30 

Fig 5 is a diagram showing, in an experiment with powder com- 
pacting, both the motion of the stamping member in time and 
the force with which the stamping member influences the pow- 
der material during the course of compacting, 
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Fig 6 is a diagram describing the position of the stamping mem- 
ber as function of time at deformation (forming) of a solid body, 
and 

5 Fig 7 is an enlargement of the third forming step evident from 
Fig 6. 

DETAILED DESCRIPTION OF PREFERRED EMBODIMENTS 

10 In Figs 1 and 2 a device for deformation of a material body 1 is 
shown schematically. The device comprises a stamping member 
2, arranged to be conveyed towards and hit the material body 1 
with such a velocity that a rebound motion of the stamping 
member 2 is generated. Thereby the material body 1 is de- 

15 formed. 

The material body in Fig 1 is formed by a material in solid form, 
preferably a solid metal. In Fig 2 the material body 1 is formed 
by a powder preferably already being lightly compacted, either 
20 by means of a light stroke of the stamping member or some 
other similar member. The device is arranged to achieve an im- 
mediate and relatively large deformation of the material body 1 
by means of a powerful stroke of the stamping member. 

25 The stamping member 2 is so provided that it under influence of 
the gravity force acting on it is accelerated towards the material 
body 1. The mass m of the stamping member 2 is preferably 
substantially larger than the mass of the material body 1. 
Thereby the need for a high impact velocity of the stamping 

30 member 2 can be reduced somewhat. The stamping member 2 is 
allowed to hit the material body 1 with such a velocity that a 
local adiabatic coalescence and a deformation in the material 
body 1 associated therewith is obtained. The velocity is fur- 
thermore such that a rebound of the stamping member 2 is 

35 generated. The deformation of the material body 1 thereby 
achieved is plastic and consequently permanent. When the 
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stamping member 2 rebounds, strong waves or vibrations in the 
material body 1 is generated in the striking direction of the 
stamping member 2. The waves are initially amplified when the 
stamping member 2 is not in immediate contact with the mate- 
5 rial body 1. This wave or these waves have a high kinetic en- 
ergy and will activate sliding planes in the material body, which 
have not been activated during the previous impact. During the 
period, when these sliding planes are activated, the material 
body 1 will be relatively easier to deform with a given impulse 

10 or energy of a next following impact. The device is therefore so 
provided that a sufficient force acts on the stamping member 2 
in the direction towards the material body 1 because an addi- 
tional impact, with an impulse exceeding a minimum value, is 
generated against the material body i within said period. The 

15 period is however very short, in the order of a few milliseconds. 
If the mass of the stamping member 2 is very large it could in 
fact be possible to achieve said additional impact within this 
period by only letting the gravity force act on the stamping 
member 2 and damp the rebound and accelerate the stamping 

20 member 2 against the material body 1. 

According to the shown preferred embodiment of the device, the 
latter however comprises a means 3 for application of a force Fi 
on the- stamping member 2, which force acts in the direction to- 

25 wards the material body 1 and counteracts the rebound. This 
means 3 can comprise a force cylinder, for instance a hydraulic 
cylinder. The purpose of it is not only to counteract the rebound 
motion of the stamping member 2, but also to accelerate the 
stamping member 2 towards the material body 1 and thereby 

30 contribute to the impulse, with which the stamping member 2 
hits the material body 1 at the following impact. Preferably the 
force Fi, the moving path of the stamping member 2 and the 
direction of motion towards the material body 1 and the mass m 
of the stamping member 2 are adapted so that an additional im- 

35 pact, preferably several additional impacts, each contributing to 
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extend said period and in steps further plastically deform the 
material body 1 are generated. 

Fig 3 schematically shows the axial displacement of the stamp- 
5 ing member 2 in time from the moment when the stamping 
member 2 hits the material body 1 and starts to deform it to 
the time, when the wave or waves in the material body have 
subsided and additional possible rebounds and impacts from the 
stamping member no longer generate any substantial additional 

10 deformation of the material body 1. The diagram is created from 
a test, at which a stamping member 2 with a mass of 105 kg 
was used for deformating a cylinder with the height 20 mm and 
the diameter 12 mm, made of soft annealed bearing steel. By 
means of a hydraulic piston in addition 50 kN was applied to the 

15 stamping member 2 in the direction towards the material body 
1, i.e. the steel cylinder. 

The velocity, with which the stamping member 2 was allowed to 
hit the material body 1 was varied at different tests. At the test 

20 generating a diagram, approximately corresponding to the dia- 
gram of Fig 3, velocities in axial direction of the stamping mem- 
ber 2 was measured and from a calculation model a schematic 
image over a typical velocity of the material body 1 in axial di- 
rection was obtained, which velocities are approximately illus- 

25 trated in Fig 4. The line a indicates the velocity of the stamping 
member and line b indicates the velocity of the material body. It 
is evident how a wave, i.e. a reciprocating motion, is generated 
in the material body 1 as soon as the rebound motion of the 
stamping member 2 has begun. This occurs in the illustrated 

30 test after approximately 3 ms. One millisecond later, i.e. after 4 
ms, the device performs the next impact. 

At the impact moment, when the stamping member 2 and the 
material body 1 are in contact with each other and the material 
35 body 1 is deformed under the influence of the impulse of the 
stamping member 2, the amplitude of the wave in the material 
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body 1 subsides somewhat, to then increase in size again when 
the stamping member 2 again bounces back and completely or 
partly looses contact with the material body 1 for a short mo- 
ment. The period between two consecutive impacts is in the or- 
5 der of 1 ms. After a certain time, here in the order of 5 ms, the 
wave in the material body 1 has, however, subsided so much 
that it no longer contributes to activation of additional sliding 
planes. Additional impacts from the stamping member 2 will 
thereby not to any considerable extent contribute to any addi- 

10 tional plastic deformation of the material body 1, as long as not 
any radical measures are taken, for instance a prominent in- 
crease of the power, with which the stamping member 2 is in- 
fluenced. When this stage has been achieved the stamping 
member can suitably be returned to a position, from which a 

15 new, corresponding series of impacts against an additional ma- 
terial body 1 or the same material body 1 is performed. 

It should be mentioned that a reciprocating wave can appear in 
the material body 1 also during the initial plastic deformation of 
20 it, i.e. before the rebound motion of the stamping member 2 
has been generated, but that this wave has a substantially lower 
amplitude than when the rebound motion has been generated. 
For the sake of clarity no reciprocating wave of the material 
body t at the initial deformation thereof is shown in Fig 4. 

25 

In Fig 5 the abscissa denotes the time (milliseconds) while the 
ordinate denotes the motion distance of the stamping member 
with reference to the graph indicated with 4 while the ordinate 
refers to force concerning the graph indicated with 7. As previ- 

30 ously mentioned, the stamping member describes a rebound 
motion during a forming step. In the diagram according to Fig 5 
the graph 4 shows the motion of the stamping member at the 
performed experiment with powder compacting. The graph 7 de- 
scribes the force with which the stamping member influences 

35 the powder material being compacted. 
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From the diagram in Fig 5 it can be seen, with reference to the 
compacting phase indicated with 6, how the force (the graph 7) 
in the powder material increases at every rebound of the 
stamping member, see the graph 4. Further it is evident how 
5 the stamping member takes an increasingly lower position after 
every rebound, see the graph 4, and thereby gives the powder 
material an increasingly higher degree of compacting. After the 
motion of the stamping member has subsided, the stamping 
member sooner or later is manoeuvred up to the parking 
10 position according to graph 4. The force according to the graph 
7 does not decrease to its original position due to inner friction 
in the compacting tool itself. 

In Fig 6 forming of a solid body with a striking sequence in- 
15 eluding three strokes is illustrated. In Fig 6 the abscissa indi- 
cates the time while the ordinate indicates the motion distance 
of the stamping member. Consequently, from Fig 6 the position 
of the stamping member as function of the time can be gath- 
ered, acceleration phase, forming phase and upward motion of 
20 the stamping being evident for each of the three strokes. In Fig 
7, an enlargement of the third forming step (stroke) is illus- 
trated. 

The device according to the invention is preferably a striking 
25 machine of a type similar to the one described in the previous 
patent application WO 97/00751 of the applicant. Such a strik- 
ing machine uses preferably hydraulics to generate the strokes 
or impacts achieved by means of a stamping member 2 against 
a material body 1. The device is preferably arranged so that it 
30 can perform several consecutive series of impacts of the kind 
according to the invention with very short mutual time space 
between the series, respectively. 

The invention proposes a very effective and reliable way, in 
35 which material bodies, solid as well as more loosely put to- 
gether from single particles, can be deformed and/or com- 
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pacted. The energy that a stamping or striking member exhibits 
when it hits the material body which is to be deformed is used 
in the best possible way in order to generate as large a defor- 
mation as possible in the material body. In addition, the pres- 
5 ence of unwanted structures in the deformed material body, 
arising at large temperature variations in it, are reduced com- 
pared to when single strokes or stroke series according to prior 
art is used to achieve a deformation of it through adiabatic 
coalescence in the material body. 

10 

Of course a plurality of alternative embodiments, lying within 
the scope of the invention, will be obvious for a man skilled in 
the art. The idea of the invention shall be interpreted in its wid- 
est sense and as defined in the enclosed patent claims with 
15 support of the description and the enclosed drawings. 
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Claims 

1. A method for deformation of a material body (1), in which a 
stamping member (2) with a mass m is conveyed towards and 

5 hits the material body (1) with such a velocity that at least one 
rebound motion of the stamping member (2) is generated, while 
a perrmanent deformation of the body is generated, character- 
ized in that the rebound motion is counteracted, through which 
at least one additional impact of the stamping member (2) 
10 against the material body (1) is generated within a period, dur- 
ing which kinetic energy in the material body (1) generates an 
additional deformation in the body. 

2. A method according to claim 1, characterized in that during 
15 the period, within which kinetic energy in the material body (1) 

generates the additional deformation in the body, a reciprocat- 
ing wave appears through at least a part of the body, the wave 
motion having the kinetic energy generating the additional de- 
formation. 

20 

3. A method according to claim 1 or 2, characterized in that 
the rebound motion is counteracted in that a force F is allowed 
to act on the stamping member (2) in the direction towards the 
material body (1). 

25 

4. A method according to claim 3, characterized in that the 
direction in which the stamping member (2) hits the material 
body (1) is such that the force F comprises at least a part of the 
gravity force (m-g) acting on the stamping member (2). 

30 

5. A method according to claim 3 or 4, characterized in that 
the force F comprises a force Fi, which is applied to the stamp- 
ing member (2) in the direction towards the material body (1). 
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6. A method according to any of claims 1-5, characterized in 
that a series of impacts is applied by means of the stamping 
member (2) against the material body (1) within said period. 

5 7. A method according to claim 6, characterized in that the 
series of bounces is achieved in that a corresponding series of 
rebounds of the stamping member (2) is counteracted. 

8. A method according to claim 6 or 7, characterized in that 
10 the impulse, with which the stamping member (2) hits the ma- 
terial body (1) decreases with each impact in said series. 

9. A method according to any of claims 6-8, characterized in 
that after a first series of impact at least one additional series 

15 of impacts is applied to the material body (1). 

10. A method according to any of claims 1-9, characterized in 
that the stamping member (2) is caused to accelerate towards 
the material body (1) under the influence of the gravity force. 

20 

11. A method according to any of claims 1-10, characterized in 
that the material body (1) is a solid body comprising a metal 
material. 

25 12. A method according to any of claims 1-11, characterized \n 
"that said deformation comprises a reshaping of the body. 

13. A method according to claim 11 or 12, characterized in 
that the additional deformation comprises a gradual activation 

30 of sliding planes in the material body (1). 

14. A method according to any of claims 1-9, characterized in 
that the material body (1) comprises a powder, provided in a 
mould. 



35 



WO 00/30788 




'CT/SE99/02127 



15. A method according to claim 14, characterized in that 
plastic deformation of the powder body comprises a compacting 
thereof. 

5 16. A method according to claim 14 or 15, characterized in 
that a reciprocating wave appears in the body during said pe- 
riod, which has a kinetic energy generating a mutual displace- 
ment of powder grains, such that a compacting is achieved. 

10 17, A device for deformation of a material body (1), comprising 
a stamping member (2) arranged to be conveyed towards and 
hit a material body (1) with such a velocity that a rebound mo- 
tion of the stamping member (2) is generated, while a deforma- 
tion of the material body (1) is generated, characterized in 

15 that it comprises means (3) for counteracting the rebound and 
for generating at least one additional impact of the stamping 
member (2) against the material body (1) within a period, dur- 
ing which kinetic energy in the material body (1) generates an 
additional deformation in the body. 

20 

18. A device according to claim 17, characterized \n that dur- 
ing the period, within which kinetic energy in the material body 
(1) generates an additional deformation of the body, a recipro- 
cating .wave appears through at least a part of the material body 

25 (1), the wave motion having the kinetic energy which gradually 
generates the additional deformation. 

19. A device according to claim 17 or 18, characterized \u that 
the path of motion of the stamping member (2) towards the 

30 material body (1) is such that the body is accelerated under the 
influence of the gravity force acting on it and the rebound is 
counteracted by the gravity force (m-g). 

20. A device according to any of claims 17-19, characterized 
35 in that it comprises means (3) for application of a force Fi to 
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the stamping member (2), which force acts in the direction to- 
wards the material body (1) and counteracts the rebound. 

21. A device according to any of claims 17-20, characterized 
5 in that it is arranged to perform a series of impacts by means of 
the stamping member (2) against the material body (1) within 
said period. 



10 



22. A device according to claim 21, characterized in that the 
impulse, with which the stamping member (2) hits the material 
body (1), decreases with each impact within said series. 



WO 00/30788 Jfc ^CT/SE99/02127 





WO 00/30788 



W ' 2/4 ^ 



A 




FIG3 



1 2 3 4 5 6 7 8 9 Tfms) 



v(m/s) 




- — • — • — i — . — ■ — . — i — . — . — > 
12 3 4 5 6 7 8 9 tfms) 



WO 00/30788 



3/4 



'CT/SE99/02127 




SUBSTITUTE SHEET (RULE 26) 




CT/SE99/02127 



Tig 1 



SUBSTITUTE SHEET (RULE 26) 



* 



INTERNATIONAL SEARCH REPORT 



InternaUoriM^plicaUon No. 

PCT/SE 99/02127 



A. CLASSIFICATION OF SUBJECT MATTER 



Airing lo^nternatfon^ VatemOa«m^on (IPC) or to both national classification and IPC 



B. FIELDS SEARCHED 



Minimum documentation searched (classification system followed by classification symbols) 

IPC7: B22F, B21J 



Documentation searched other than minimum documentation to the extent that such documents are included in the fields searched 

SE,DK,FI,N0 classes as above 



Electronic data base consulted during the international search (name of data base and, where practicable, search terms used) 



WPI. US PATFULL 



C. DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* 



Citation of document, with indication, where appropriate, of the relevant passages 



Relevant to claim No. 



WO 9700751 Al (HYDROPULSOR AB), 9 January 1997 
(09.01.97), page 1, line 1 - page 3, line 24, 
claim 23 



DE 2338221 Al (BECHE & GR0HS GMBH) , 

13 February 1975 (13.02.75), page 2, 

line 10 - line 21; page 3, line 17 - line 23 



Derwent's abstract, No 48412 B/26, week 7926, 

ABSTRACT OF SU, 621434 (KALIN MECH ENG WKS (MOST)), 
24 July 1978 (24.07.78) 



1-22 



1-22 



1-22 



Py| Further documents are listed in the continuation of Box C. Q See patent family annex. 



* Special categories of cited documents 

"A" document defining the general state of the art which is not considered 

to be of particular relevance 
0 E" erlier document but published on or after the international filing date 
*L* document which may throw doubt* on pnonty claim(s) or which is 

cited to establish the publication date of another citation or other 

special reason (as specified) 
*0* document referring to an oral disclosure, use, exhibition or other 

means 

document published prior to the mtemanonal filing date but later than 
the pnonty date claimed 



T later document published after the international filing date or pnonty 
date and not in conflict with the application but ated to understand 
the principle or theory underlying the invention 

"X' document of particular relevance: the claimed invention cannot be 
considered novel or cannot be considered to involve an inventive 
step when the document is taken alone 

"Y" document of particular relevance: the claimed invention cannot be 
considered to involve an inventive step when the document is 
combined with one or more other such documents, such combination 
bang obvious to a person skilled in the art 
document member of the same patent family 



Date of the actual completion of the international search 



24 February 2000 



Date of mailing of the international search report 

1 3 -03- 2000 



Name and mailing address of the ISA. 
Swedish Patent Office 
Box 5055, S-102 42 STOCKHOLM 
Facsimile No. + 46 8 666 02 86 



Authorized officer 

Nils Engnell/MP 

Telephone No. + 46 8 782 25 00 



Form PCT/ISA/210 (second sheet) (July 1992) 



♦ 



INTERNATIONAL SEARCH REPORT 



Inlernationai^Picauon No. 

PCT/SE 99/02127 



C (Continuation). DOCUMENTS CONSIDERED TO BE RELEVANT 



Category* 



Glation of document, with indication, where appropriate, of the relevant passages 



US 3898834 A (KURT H. KRAMER), 12 August 1975 
(12.08.75) 



EP 0022433 Al (INSTITUT CERAC S.A.), 
14 January 1981 (14.01.81) 



Relevant to claim No. 



1-22 



1-22 



Worm PCr/lSA/210 iconunuMjon of second sheet) (July 1992) 



ft 



INTERNATION/WeARCH REPORT 

Information on patent family members 



02/12/99 



A. 



Internation v 3BPpl»calion No. 

PCT/SE 99/02127 



Patent document 
cited in search report 



Publication 
date 



Patent family 
member(s) 



Publication 
date 



WO 9700751 Al 



09/01/97 



AU 
CA 
EP 
EP 
JP 
JP 
SE 
W0 



3088695 
2213843 
0814735 
0833714 
11500935 
11508187 
9500758 
9626695 



22/01/97 
06/09/96 
07/01/98 
08/04/98 
26/01/99 
21/07/99 
02/09/96 
06/09/96 



DE 


2338221 


Al 


13/02/75 


NONE 






US 


3898834 


A 


12/08/75 


US 


3623352 A 


30/11/71 


EP 


0022433 


Al 


14/01/81 


AT 


4177 T 


15/08/83 




BR 


8004204 A 


21/01/81 










CA 


1152715 A 


30/08/83 










JP 


56025942 A 


12/03/81 










SE 


419833 B,C 


31/08/81 










SE 


7905952 A 


10/01/81 










US 


4325895 A 


20/04/82 










ZA 


8003995 A 


26/08/81 



Form PCT/IS A/210 (patent family annex) (July 1992) 



